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[0039] What is claimed as new and desired to be protected by Letters 
Patent of the United States is: 



1 . A method of forming a coplanar waveguide comprising the acts of: 
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forming^a^signal conductor line over a substrate; 

forming at least one IbAgitudinal ground conductor plane over said 
substrate and on a side of said si^ai s conductor line, said ground conductor 
plane being spaced from said signal conductor line; and 



forming a trench in said substrate in an area betweerhs^id at least one 



sgid^at 



ground conductor plane and said signal conductor line. 



2. X The method of claim 1, wherein the acts of forming said signal 
conductor line and said ground conductor plane further comprise depositing 
an insulating layer on said substrate and depositing a conductive material on 
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top of said insulating layer. 
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The method of^claim 2, wherein said insulating layer is an oxide 
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4. The method of claim 3 further comprising depositing a barrier layer 
on said oxide layer before depositing said conductive material. 
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5. Thexmethod of claim 4, wherein said conductive material is a metal 
layer, said method^m-ther comprising forming a silicide layer on sidewalls of 
said metal layer. \ 

6. The method of claim 3, wherein said oxide layer is deposited to a 
thickness of about 200 Angstroms to about 300 Angstroms. 

7. The method onclaim 4, wherein said barrier layer is deposited to a 
thickness of about 50 Angstroms to about 100 Angstroms. 

8. The method of dim 4, wherein said barrier layer comprises TiN. 

9. The method of claim 2, wherein said conductive material is 
deposited to a thickness of about 100,000 Angstroms to about 200,000 
Angstroms. \ 

10. The method of claim 2, \wierein said conductive material comprises 
copper. \ 

1 1 . The method of claim 2 wherem said conductive material is 
deposited by thermal evaporation. \ 

12. The method of claim 5, wherein said metal layer is exposed to silane 
to form said silicide layer. \ 
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13. The method of claim 12, wherein said metal layer is exposed to 
silane at 300^C to form said silicide layer. 

14. The method of claim 1, wherein said trench is etched to a depth of 
about 100,000 Angstroms to about 200,000 Angstroms. 
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15. The method^of claim 1, wherein said trench is etched at a rate of 
about 2.2 jam/min. 

16. The method of claim 1, wherein said ground conductor plane is 
spaced from said signal conductor line by about 150,000 Angstroms to about 
200,000 Angstroms. 

17. The method of claim 1, wlJerein said signal conductor line has a 
width of about 250,000 Angstroms to ataout 350,000 Angstroms. 



18. The method of claim 1, wherein sakl ground conductor planes and 
signal conductor line has a thickness of about 1(JQ,000 Angstroms to about 
200,000 Angstroms. 



A method of forming a coplanar waveguide comprising the acts of: 




forming a signal conductor line over a silicon-substrate; 
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forming at least one longitudinal ground conductor plane over said 
substrate and on a side of said signal conductor line, said ground conductor 
plane being^pacod from said signal conductor line; and 

forming at least one trench in saieL$ilicon substrate in an area between said 
at least one ground conductor plane and said signkUoonductor line, said at least 
one trench having a depth of about 100,000 Angstroms to ab&ut^200,000 
Angstroms and a width of about 100,000 Angstroms to about 150,000 
Angstroms. 




20. The method of claim 19, wherein the acts of forming said signal 
conductor linevand said ground conductor plane further comprise depositing 
an oxide layer orrysaid silicon substrate and depositing a copper layer on top of 
said oxide layer. 

21. The method of claim 20 further comprising depositing a barrier 
layer on said oxide layer before depositing said copper layer. 

22. The method of claim 20 further comprising forming a silicide layer 
on sidewalls of said copper layer. 

23. The method of claim 20, wherein said oxide layer is deposited to a 
thickness of about 200 Angstroms to abou\ 300 Angstroms. 
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24. The method of claim 21, wherein said barrier layer is deposited to a 
thickness of about 5(AAngstroms to about 100 Angstroms. 

25. The method pf claim 21, wherein said barrier layer comprises TiN. 



26. The method onclaim 20, wherein said copper layer is deposited to a 
thickness of about 100,00(A Angstroms to about 200,000 Angstroms. 
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27. The method of claim 22, wherein said copper layer is exposed to 
silane to form said silicide layen. 

28. The method of claim 27, wherein said copper layer is exposed to 
silane at 300°C to form said silicide layer. 



29. The method of claim 19, wherein said ground conductor plane is 
spaced from said signal conductor line\by about 150,000 Angstroms to about 
200,000 Angstroms. 

30. The method of claim 19, wherein said signal conductor line has a 
width of about 250,000 Angstroms to about 350,000 Angstroms. 



31. The method of claim 19, wherein saijd ground conductor planes and 
signal conductor line has a thickness of about 1QO,000 Angstroms to about 
200,000 Angstroms. 
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32. A method of forming a coplanar waveguide comprising the acts of: 
forming a signal conductor line over a silicon substrate; 

forming aNe^st one longitudinal ground conductor plane over said 
substrate and on a sMe^oJ^ line, said ground conductor 

plane being spaced from said signal conductor line;^and 

forming at least one trench in said silicon substrate in'&n^area between said 
at least one ground conductor plane and said signal conductor line, sMeLat least 
one trench having a radius of about 50,000 Angstroms to about 100,000 
Angstroms. 




33. ^The method of claim 32, wherein the acts of forming said signal 
conductor link and said ground conductor plane further comprise depositing 
an oxide layer orr^aid silicon substrate and depositing a copper layer on top of 
said oxide layer. 



34. The method of claim 33 further comprising depositing a barrier 
layer on said oxide layer before\depositing said copper layer. 



35. The method of claim 34 ft^rther comprising forming a silicide layer 
on sidewalls of said copper layer. 
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36. \The method of claim 33, wherein said oxide layer is deposited to a 
thickness of aBout 200 Angstroms to about 300 Angstroms. 

37. The method of claim 34, wherein said barrier layer is deposited to a 
thickness of about 50 Angstroms to about 100 Angstroms. 



38. The method of claim 34, wherein said barrier layer comprises TiN. 
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39. The method of claim 3 3\ wherein said copper layer is deposited to a 
thickness of about 100,000 Angstrom^ to about 200,000 Angstroms. 

40. The method of claim 35, wherein\aid copper layer is exposed to 
silane to form said silicide layer. 
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metho3^ftdaim^4J^wil££ e ^ sa id copper layer is exposed to 
silane at 300°C to form said silicide layer 





42. >The method of claim 32, wherein said ground conductor plane is 
spaced from sam^gnal conductor line by about 150,000 Angstroms to about 
200,000 Angstroms. 



43. The method of claim 35ywherein said signal conductor line has a 
width of about 250,000 Angstroms to about 350,000 Angstroms. 
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44. The foethod of claim 32, wherein said ground conductor planes and 
signal conductor line has a thickness of about 100,000 Angstroms to about 
200,000 Angstroms\ 

45. A coplanar waveguide comprising: 
a substrate; \ 

a signal conductor line formed over said substrate; 

at least two longitudinal ground conductor planes formed over said 
substrate on both sides of said signal conductor line and spaced apart from said 



signal conductor line toform re|pe^^^gap|^nd 

at least two trenches formed ira said substrate at said respective gaps. 

46. The coplanar waveguide of claim 45, wherein said signal conductor 
line and said ground conductor planes\further comprise an insulating layer on 
said substrate. \ 

47. The coplanar waveguide of claim 46, wherein said insulating layer is 
an oxide layer. \ 

48. The coplanar waveguide of claim 4T, wherein said signal conductor 
line and said ground conductor planes further comprise a barrier layer on said 
oxide layer. \ 

1268428 v1; R6Q401I.DOC 




Micron Rcf. 99-1130 



-23- 



Dockct No.: M4065.0383/P383 



49. The coplSnar waveguide of claim 48, wherein said signal conductor 
line and said ground conductor planes further comprise a conductive material 
on said barrier layer. \ 



50. The coplanar waveguide of claim 49, wherein said signal conductor 
line and ground conductor planes further comprise silicon oxide on said 
conductive material. \ 

51. The coplanar waveguidd of claim 50, wherein said signal conductor 
line and said ground conductor planes comprise a silicide layer on exposed 
areas of said conductive material. \ 

52. The coplanar waveguide of claim 47, wherein said oxide layer has a 
thickness of about 200 Angstroms to about 300 Angstroms. 

53. The coplanar waveguide of claim 48, wherein said barrier layer has a 
thickness of about 50 Angstroms to about 100 Angstroms. 

54. The coplanar waveguide of claim 48, wherein said barrier layer 
comprises TiN. \ 

55. The coplanar waveguide of claim 49, Wherein said conductive 
material has a thickness of about 100,000 AngstAoms to about 200,000 
Angstroms. J 
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56. The doplanar waveguide of claim 49, wherein said conductive 
material comprises copper. 

57. The coplanar waveguide of claim 45, wherein each of said at least 
two trenches has a de^pth of about 100,000 Angstroms to about 200,000 
Angstroms. 

58. The coplanar waveguide of claim 45, wherein each of said respective 
gaps is about 150,000 Angstroms to about 200,000 Angstroms. 

59. The coplanar waveguide of claim 45, wherein said signal conductor 
line has a width of about 250,y00 Angstroms to about 350,000 Angstroms. 

60. The coplanar waveguiae of claim 45, wherein said ground 
conductor planes and said signal conductor line have a thickness of about 
100,000 Angstroms to about 200,000 Angstroms. 



61. A processor system comprising: 



processor; and 




an integrated circuit coupled to said processor, at least one of said 
integrated circuit and processor comprising a substrate, a signal conductor line 
formed over said substrate, at least two longitudinal ground conductor planes 
formed over said substrate and on both sides off said signal conductor line and 
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spaced apart fro\n said signal conductor line to form respective gaps, and at 
least two trenches ljjprmed in said substrate at said respective gaps. 

/ 

62. The systenA of claim 61, wherein said signal conductor line and said 
ground conductor planes comprise an insulating layer on said substrate and a 
conductor layer on top of said insulating layer. 

63. The system of c\aim 62, wherein said insulating layer is an oxide 
layer. 

64. The system of claim\63, wherein said signal conductor line and said 
ground conductor planes comprise a barrier layer on said oxide layer. 

65. The system of claim 64,\wherein said signal conductor line and said 
ground conductor planes comprise silicon oxide on said conductor layer. 

/ 

66. The system of claim 65, wherein said signal conductor line and said 
ground conductor planes comprise a siliqide layer on said silicon oxide layer. 

67. The system of claim 65, wherein\said oxide layer has a thickness of 
about 200 Angstroms to about 300 Angstroms. 



68. The system of claim ^4, wherein said barrier layer has a thickness of 
about 50 Angstroms to about 100 Angstroms.! 
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69. The system of claim 64, wherein said barrier layer comprises TiN. 

70. The system of claim 62, wherein said conductor layer has a thickness 
of about 100,000 Angstroms to about 200,000 Angstroms. 

/ 

71. The system olf claim 62, wherein said conductor layer comprises 
copper. 

/ 

72. The system of dlaim 61, wherein each of said at least two trenches 
has a thickness of about 100,000 Angstroms to about 200,000 Angstroms. 

\ / 

73. The system of claim 61, wherein each of said respective gaps is of 

—\— 

74. The system of claim 61, wherein said signal conductor line has a 
width of about 250,000 Angstroms to about 350,000 Angstroms. 

75. The system of claim 6l, wherein said ground conductor planes and 
signal conductor line has a thickness of about 100,000 Angstroms to about 
200,000 Angstroms. 

76. A coplanar waveguide comprising: 



a silicon substrate; 
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a signal conductor line formed over said silicon substrate; 

at least two longitudinal ground conductor planes formed over said silicon 
substrate on both sides of said signal conductor line and spaced apart from said 
signal conductor line to form respective gaps; and 

at least two trenches formed in said silicon substrate at said respective gaps, 
each of said trenches having a depth of about 100,000 Angstroms to about 
200,000 Angstroms and \ width of about 100,000 Angstroms to about 
1 50,000 Angstroms. \ 

77. The coplanar waveguide of claim 76, wherein said signal conductor 
line and said ground conductor planes further comprise an oxide layer on said 
silicon substrate. \ 

78. The coplanar waveguide of claim 77, wherein said signal conductor 
line and said ground conductor planesYurther comprise a barrier layer on said 
oxide layer. \ 

79. The coplanar waveguide of claimy8, wherein said signal conductor 
line and said ground conductor planes furthencomprise a copper layer on said 
barrier layer. 
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80. The coplanar waveguide of claim 79, wherein said signal conductor 
line and grounds conductor planes further comprise silicon oxide on said 
copper layer. \ 

81. The coplanar waveguide of claim 80, wherein said signal conductor 
line and said ground conductor planes comprise a silicide layer on exposed 
areas of said copper layelt. 

82. The coplanar waveguide of claim 78, wherein said barrier layer 
comprises TiN. \ 

83. The coplanar waveguide of claim 79, wherein said copper layer has a 
thickness of about 100,000 Angstroms to about 200,000 Angstroms. 

84. A coplanar waveguide comprising: 
a silicon substrate; \ 

a signal conductor line formed over said silicon substrate; 

at least two longitudinal ground conductor planes formed over said silicon 
substrate on both sides of said signal conductor line and spaced apart from said 
signal conductor line to form respective gaps\ and 
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at least two tranches formed in said silicon substrate at said respective gaps, 
each of said trenchfes having a radius of about 50,000 Angstroms to about 
100,000 Angstrom^. 

85. The coplahar waveguide of claim 84, wherein said signal conductor 
line and said ground conductor planes further comprise an oxide layer on said 
silicon substrate. 

/ 

86. The coplanar\wave guide of claim 85, wherein said signal conductor 
line and said ground conductor planes further comprise a barrier layer on said 
oxide layer. 

87. The coplanar waveguide of claim 86, wherein said signal conductor 
line and said ground conductor planes further comprise a copper layer on said 
barrier layer. 

/ 

88. The coplanar waveguide of claim 87, wherein said signal conductor 
line and ground conductor planes farther comprise silicon oxide on said 
copper layer. 

89. The coplanar waveguide of claim 87, wherein said signal conductor 
line and said ground conductor planes comprise a silicide layer on exposed 
areas of said copper layer. 
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e coplanar waveguide of claim 86, wherein said barrier layer 



comprises TiN. 




91. The coplanar waveguide of claihi 87, wherein said copper layer has a 
thickness of about 100,000 Angstroms to abouts200,000 Angstroms. 
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